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1 the salt was quite dry, I got 288 grains alt, weighed in the capsule j 36 grains his salt yielded 24 J yellow oxide by alow heat=22| lead. This gives 90 lead to ygen.
I. Again, 36 grains of the above salt, lived in water, precipitated by ammonia, well washed on a filter, gave 23 + grains xide separated from the filter, and this acquired 1 grain, making 24 + grains of e from the 22 f lead as before j the resi->f liquid gave no signs of lead by hydro-luret of ammonia. The same quantity alt precipitated by an excess of lime wa~ ;aveonly 22 grains of oxide; but faydro-luret of ammonia precipitated 2 + grains ulphuret of lead from the clear liquid. . Intermediate oxide or oxides. Minium sd lead, &c. Minium is an article of nerce used as a pigment and for various r purposes. It is made by exposing the >w or protoxide of lead finely pulverized low red heat in a current of air? and coaly stirring the oxide so as to expose fresh icles to the air. In two days the yellow e is converted into the red. Several au-j observe that red lead usually contains or more grains per cenL of impurities uble in nitric and acetic acidb; the spe-